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Abstract: A kind of W containing Fe-Si-Mn shape memory alloy is comprised 
of (by weight) 0.02-0.1% C, 25-40% Mn 2-8% Si, 0.01-3% W and Fe the 
rest. It is made up through smelting, homogenization treatment, hot 
processing, water quenching after heated to 2 00-1000 deg.C and cold 
processing. The memory shape is the shape after hot processing. After 
cold deformation, shape memory can be achieved through treatment of 
temp, high than Af . It is suitable for making various connectors, 
riveted parts and components of chemical, petroleum and aviation 
equipments. It features cheap price and good cold processing property. 
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